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APPENDIX A 

Claims 1-32 (cancelled) 

33. (new) A method for depositing a catalytic layer on a surface of a substrate, the 
method comprising 

providing a continuous gas stream that flows from upstream to downstream to 
impinge on said substrate, 

introducing particulates of support material into said gas stream and, at a first 
upstream region of said gas stream, depositing catalytic material on said support material 
particulates to produce particulates of supported catalytic material, 

in a second region of said gas stream downstream of said first region, providing a 
spray comprising polymeric material so as to mix said polymeric material and said 
supported catalytic material, and 

impinging said gas stream on said substrate surface so as to co-deposit said 
supported catalytic material particulates and said polymer on said substrate surface. 

34. (new) The method of Claim 33 wherein said first region is at an elevated first 
temperature and said second region is at a second temperature lower than said first 
region. 

35. (new) The method of Claim 34 wherein said catalytic material is produced in said 
first region by thermal reaction of material that is precursor to said catalytic material* 

36. (new) The method of Claim 35 wherein said first temperature is necessary to 
promote said thermal reaction, said first temperature being inconsistent with stability of 
said polymeric material, said second temperature being consistent with stability of said 
polymeric material. 

37. (new) The method of Claim 35 wherein said thermal reaction occurs in a flame. 

38. (new) The method of Claim 35 wherein quenching means are provided to lower the 
temperature from said first temperature to said second temperature. 
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39. (new) The method of Claim 38 wherein said quenching means comprises a 
quenching fluid introduced into said gas stream downstream of said first region. 

40. (new) Apparatus for depositing a catalytic material on a substrate, said apparatus 
comprising 

gas flow means for directing a stream of gas through a first upstream region, a 
second region downstream of said first region, and a deposition region downstream of 
said second region* 

means for locating a substrate in said deposition region such that the stream of gas 
impinges on said substrate, 

means for introducing particulates of support material into said gas stream at or 
upstream of said first upstream region, 

means at said first upstream region for depositing catalytic material on said 
support material particulates to produce particulates of supported catalytic material, 

at said second region, means for providing a spray of catalytic material so as to 
mix said polymeric material and said supported catalytic material, and 

means to impinge said gas stream on said substrate surface so as to co-deposit 
said supported catalytic material particulates and said polymer on said substrate surface. 

41 . (new) Apparatus according to Claim 40 wherein said deposition means at said 
first location comprises means to introduce a precursor of said catalytic material and 
means to heat said precursor to produce said catalytic material by thermal reaction. 

42. (new) Apparatus according to Claim 40 wherein said heating means is a 

flame. 

43. (new) Apparatus according to Claim 40 including quenching means to lower 
the temperature from said first region to said second region. 
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44. (new) Apparatus according to Claim 43 wherein said quenching means 
comprises means to introduce cooling fluid into said gas stream downstream of said first 
region. 
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Appendix B 

Replacement Paragraph, page 1, line 24 - page 2, line 8 

A prior art method of providing a catalytic layer is to produce a fluid composition, 
e.g., a solution/suspension, of the layer components, e.g., carbon-supported catalyst 
dispersed in a solution/suspension of NAFION® (persulfonated polvtetrafluoroethylenel ; 
apply, e.g., with doctor blades, this fluid to a substrate surface, e.g*, the surface of a 
woven or non-woven carbon cloth; and subsequently dry the fluid to produce the catalytic 
layer. The surface of the $ub$trate, which comprises a carbon cloth, has an uneven 
surface. When a layer is formed from a solution and a doctor blade is used in application 
of the solution, the surface of the catalytic layer away from the substrate is substantially 
smooth. As the surface of the catalytic layer that contacts the uneven substrate is 
similarly uneven, the catalytic layer that is formed is of uneven thickness. All portions of 
the catalytic layer must be sufficiently thick to ensure that substantially all of the gas 
passing through the layer comes into contact with catalyst. This means that portions of 
the layer are thicker than is required* As a result, catalytic material, including expensive 
catalytic metal, is used in excess if applied by this method Furthermore, thicker portions 
of a catalytic membrane are less efficient in transporting electrons and in transporting 
chemicals, such as water, that must be removed from the layer. 
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Replacement Paragraph, page 2> line 1 8 - page 2, line 3 1 



U.S. Patent No. 6,403,245 issued 1 1 June 2002, describes a method of forming 
catalytic fuel cell layers by co-depositing catalytic particulates, e.g., platinum 
particulates, formed by combustion chemical vapor deposition (CCVD) and at least a 
solution containing NAFION ^sulfonated polvtetrafl uoroethvlene) and/or suspended 
carbon particulates. The layers produced by the method of U.S. Patent No. 6,403,245 
may be thin and conformal. By "conforma!" is meant that the deposited catalytic layers 
conform in contours to the uneven contours of the substrate on which the layer is 
deposited, both the surface of the layer on the substrate and the opposite surface of the 
layer generally conforming in contour to that of the substrate. Such conformal layers 
exhibit generally uniform thickness that contributes to the efficiency of the layer. While 
the conformal nature of the layer that forms contributes to the catalytic efficiency of the 
layer, deposition of layers as described in U.S. Patent No. 6,403,245 has difficulties with 
high speed, large-scale deposition of catalytic materials and does not account for a 
variable permeable substrate. 
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Replacement Paragraph, page 3, line 23 - page 3, line 28 

In accordance with, another aspect of the invention, carbon-supported catalyst is 
provided at an upstream location, the carbon-supported catalyst preferably produced in 
situ from carbon particulates and CCVD-produced catalyst. Carrier liquid, such as water 
and/or alcohol, is substantially removed from the carbon-supported catalyst prior to being 
introduced into a finely divided spray of a solution of ionomer, such as NAFTON® 
(persulfonated polytctrafluoroethvleneV This mixture of ionomer and carbon-supported 
catalyst is deposited on a substrate surface. 
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Replacement Paragraph, page 5, line 15 - page 5, line 26 



Deposition apparatus described herein is useful for depositing a porous catalytic 
layer from catalytic material comprising catalytic particulates, e.g., carbon; conductive 
particulates, e.g., carbon; and polymer, e.g., NAFION® (persulfonated 
pol vtetrafl iioroeth vl en eV The components of (he catalytic material may be supplied 
and/or generated within the apparatus individually, or two or more of the components 
may be pre-fonned or pre-mixed together. Operation of the apparatus described in 
reference to Figure 1 is most complex when the individual components of the catalytic 
material are separately introduced into the apparatus and/or separately formed in the 
apparatus; accordingly, the apparatus will be first described herein in terms of this mode 
of catalytic material layer deposition. Subsequently, more simplified operation of the 
apparatus will be described in reference to depositions in which two or more of the 
materials are introduced as co-formed and/or co-mixed materials- 
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Replacement Paragraph, page 6, line 22 — page 7> line 6 



In a currently preferred embodiment, nozzles (30), (32), and (34) are used to 
introduce material into the upstream catalyst-introduction region (22) of the tunnel (21), 
Through nozzles (30) are introduced a precursor solution for catalyst, such as platinum, 
ruthenium, gold, palladium, etc. and mixtures of such catalysts. The precursor solution is 
introduced as a finely divided aerosol is preferably produced by apparatus described in 
U.S. Patent No. 6,132,656 6. 132.653 that is capable of producing sub-micron droplets of 
solution. The apparatus described in U.S. Patent No. 6 t*3 3 ; 6S6 6.132.653. in which fluid 
is atomized by passage under pressure through a heated tube, is advantageously utilized 
in the processes of the invention whenever very fine droplets of fluid are desired. Where 
very fine droplets are not required, more conventional atomizing apparatus, such as 
apparatus that atomizes fluids by shear forces, may be u$ed. Thus, then the term 4 *nozzlc" 
is used herein, it is to be understood that nozzle selection will be according to the 
requirements of the particular depo$ition method chosen. The various nozzles described 
herein extend through ports in the housing (19); and the various ports can facilitate 
alternate types of nozzles according to the requirements of the particular deposition 
method or can be selectively closed off if not required for the particular deposition 
method. 
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Replacement Paragraph, page 7, line 7 - page 7, line 15 

Using the apparatus described in U.S. Patent No. 6,132,656 6.132.653 in 
conjunction with dilute solutions of catalyst precursor, very tiny particulates of catalyst 
may be produced, e.g., having mean particulate diameters in the range of from about 2 
nanometers to about 200 nanometers. The carrier liquid in the solution is a flammable 
liquid or mixture of flammable liquids and the atomized droplets are ignited to produce 
CCVD flames (40) as described in ILS> Patent No. 5,652,021 . Precursor chemicals for 
Pt, Ru, Au, Cd, and a variety of other metals are described, for example, in U.S. Patent 
No. 6,208,234. The teachings of all patents and applications discussed herein are 
incorporated by reference. The material used as the catalyst is not limited and any 
effective material may be used. 
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Replacement Paragraph, page 7, line 26 - page 7, line 26 



The apparatus in above-discussed U.S. Patent No. 6,132,656 6,132.653 atomizes a 
fluid by passing them through a tubular pressurized region and heating the fluid while in 
this tubular portion. When the fluid exits the tube, the pressure drops; the fluid rapidly 
atomizes into very small droplets, and evaporation of liquid components from the tiny 
droplets happens very rapidly- When such apparatus is used for one or more of the fluids, 
the vaporizing liquid(s) contribute significantly to the gas through-put of the apparatus, it 
being appreciated that gas has a volume about 3 orders of magnitude than liquid. By use 
of an elevated temperature tunnel (21) in which liquid(s) is almost instantaneously turned 
to gas in the apparatus, helping to maintain separation of spray particles and aiding in 
drying. This contributes to deposition efficiency of the apparatus. A flux of layer- 
forming particulates i$ produced within the tunnel (21). 
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Replacement Paragraph, page 9, line 29 - page 10, line 13 

The electrode substrate is generally porous, because, when used in a fuel cell, 
gases and liquids are generally required to pass through the substrate. The substrate may, 
for example, be a woven or non-woven graphite fiber cloth. A currently preferred 
substrate is a woven graphite fiber cloth that is coated on its deposition surface with a 
mixture of carbon particulates and PTFE polvtetrafluoroethvlene (TEFLON®) 
particulates. The porosity, at least prior to deposition, is sufficiently porous for gases to 
pass through the substrate. To draw gas-carried, layer-forming material to the substrate 
surface (12) and into substrate pores, a vacuum source (23) is disposed below the passing 
substrate (14) in the gas flow path from the tunnel. To allow gas flow through the 
substrate, the substrate may be supported at its edges by a frame and/or may rest on a 
screen. The application of vacuum through the substrate (14) results in higher deposition 
efficiency, Le., a higher percentage of membrane-forming material depositing on the 
substrate surface; filling in of pores that are overly large for fuel cell operation, and better 
adhesion of the deposited layer to the substrate. The intensity of the vacuum is adjusted 
according to a variety of factors, including gas flow rate above the substrate, pore size 
and porosity of the substrate, and composition of the layer-forming material being 
deposited on the substrate surface (12). 
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Replacement Paragraph, Page 18, lines 20-25 

The most common proton-transfer media for use in proton-conducting membranes 
are ionomers, such as a persulfonatcd pcrfluoro ether pol vtetrafl aoroeth vlene, e.g., that 
sold as Nafion®. Such ionomers can be deposited from a solution that is co-deposited 
with CCVD flame-produced material. However, proton-conducting material may be an 
inorganic material, such as zirconium phosphate or silicotungstic acid, that can be 
deposited directly from a CCVD flame along with the water-binding material. 



15 



PAGE 15/19 * RCVD AT 6/12/2006 8:30:06 AM [Eastern Daylight Time] < SVR:USPT0-EFXRF-2/11 1 DNIS:2738300 ■ CSID:67S2873998 1 DURATION (mm-ss):05-08 



06/12/2006 MON 8:50 FAX 6782873998 MICROCOATING TECHNOLOGY 



1016/019 



0138A-EC-US 

Replacement Paragraph, page 18, line 26 - page 19, line 8 



The water-binding material that provides for water retention within the proton- 
conducting membrane is generally a water-binding oxide or mixed oxide, such as silica or 
a zeolite. Zeolites are naturally hydrated silicates of aluminum plus sodium and/or 
calcium and/or potassium. Such water-binding oxides are easily produced by CCVD 
flames from a precursor solution containing chemical precursors of the mixed oxides. 
When co-deposited with a proton-transfer material, either an ionomer, such as Nafion® 
fpersulfonatc d polvtetrafluoroethvlene\ from a co-deposition solution, or an inorganic 
material co-deposited from a CCVD flame, the water-binding oxides are deposited in 
very small domains that are homogeneously and intimately admixed with the proton- 
transfer material and serve to maintain adequate hydrolysis levels of the membrane* The 
weight ratio of the water-binding material to the proton-transfer material in the membrane 
may vary over a wide ratio, depending upon the particular materials selected and the 
desired operating temperature of the fuel cell. Typically the weight ratio of the water- 
binding material to the proton-transfer material ranges from about 1 :20 to about 2:1. 
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Replacement Paragraph, page 19, lines 16-19 

Most commonly, however, the proton-transfer material for the proton-conducting 
membrane is an ionomer, Nafion® ( pereulfonated polytctrafluorocthvlcnc) being the 
currently preferred ionomer. In such case, the ionomer is deposited from a non-flame 
spray(s) of ionomer solution, while the inorganic water-binding material is deposited 
from a CCVD flame. 
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Replacement Paragraph, page 21, lines 5-16 

While the catalyst, particularly platinum, may be distributed throughout the 
membrane, it is preferred that it be deposited as a layer 1 13 intermediate layers 115,117 
of proton-transfer material, such as Nafiond) (persulfonated polvtctrafluoroethylene) as 
shown in Fig. 6. Also, preferably, this layer is deposited closer to the cathode (oxygen) 
side than to the anode (hydrogen) side. This is because hydrogen, being a much smaller 
molecule than oxygen, has a greater conduction rate through the membrane. The location 
of the thin layer of catalyst can be placed at an optimal location within the membrane to 
account for the higher relative migration of hydrogen relative to oxygen. It is also within 
the scope of the invention to deposit catalytic material throughout the proton-transfer 
material and also provide a discrete film or layer of the catalytic material. The film or 
layer 1 13 of catalytic material is typically very thin, e.g-, between about 10 and about 80 
nanometers. It must be sufficiently porous to provide for proton-transfer therethrough. 
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Replacement Paragraph, page 22, lines 3-21 

When an intermediate layer 1 13 or 1 19 is formed for proton-conducting 
membranes 82 1 or 82 H , respectively, various orders of fabrication may be used* The 
membrane U 3 or 1 19 may be deposited directly on a layer of proton-transfer material 
and a second layer of proton-transfer material subsequently deposited thereon. Such 
alternate deposition may be effected with the apparatus of Fig, 7 by alternately using the 
non-flame spray flame to deposit ionomer and using the flame, in conjunction with a re- 
direct spray, e.g., water, from the non-flame spray, to deposit the material of the 
intermediate layer 1 13 or 119. Alternatively, the intermediate layer 1 13 or 1 19 maybe 
deposited on a material, such as a metal foil or a polytetrafluoroethylene (Teflon®) 
substrate and subsequently transferred to an ionomer layer (e.g. t Nafion® (pcrsulfonated 
polytetrafluoroethylene^ in a "decal transfer" technique. A subsequent layer of proton- 
transfer material would then be deposited on top of this layer. Optimally, the 
intermediate layer 113 or 119 are deposited with the methods and apparatus described 
with respect to Figs. 1-3. In this case, after the ECL is deposited, the proton-exchange 
membrane (PEM) material is deposited to fill all existing permability of the layer. In 
such a system, the PEM (56) may be thinner or omitted and the two sides combined 
directly. The ECLs can be formed from one Tunnel (21) and the intermediate layer from 
another tunnel (21 ) in the correct sequence. Some amount of PEM can be formed 
between the ECL and the intermediate layer via another tunnel connection. 
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